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TITLE OF THE INVENTION x_ 

r - 

DISCHARGE LAMP, ELECTRODE USED FOR DISCHARGE LAMP , AND 
METHOD FOR PRODUCING DISCHARGE LAMP ELECTRODE 

This application is based on application No. 11- 
297773 filed in Japan, the content of which is hereby 
incorporated by reference, 

BACKGROUND OF THE INVENTION 

(1) Field of the Invention 

The present invention relates to a discharge lamp, 
an electrode used for a discharge lamp, and a method for 
producing an electrode. 

(2) Description of the Prior Art 

A conventional discharge lamp electrode is disclosed 
in the "publication of examined utility model application" 
No, 38-26740 in Japan, for instance. Fig. 1A shows a 
conventional discharge lamp electrode. As shown in the 
figure, the discharge lamp electrode 900 is formed by 
winding a single wire 902 around an electrode rod 901 so 
that the wire 902 forms a double-layer coil construction 
composed of a first-layer coil 911 and a second-layer coil 
912. More specifically, the wire 902 is wound from a 
predetermined portion of the electrode rod 901 toward a 
discharge-side end 910 of the electrode rod 901, and then 
from the discharge-side end 910 back toward the opposite 



side so that the first-layer coil 911 and the second-layer 

<*.- 
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coil 922 each have an opposite "turning direction". Here, 
the "turning direction" refers to either a clockwise 
direction or a counterclockwise direction, in which the wire 
902 turns when viewed from an end of the electrode rod 910 
from which the wire 902 is wound away. In Fig. 1A shown as 
an example, the wire 902 forming the first-layer coil 911 is 
turned clockwise, while the wire 902 forming the second- 
layer coil 912 is turned counterclockwise. 

In this way, the conventional electrode 900 is 
produced by winding the wire 902 around the electrode rod 
901 to form a double-layer coil construction, and cutting 
the wire 902 to a predetermined length. 

However, the conventional electrode 900 has the 
following problems. 

First, as can be understood from Fig. IB which is a 
front view of the discharge-side end 910 of the electrode 
900, the electrode 900 contains a portion, where the above 
turning direction changes, that has a single-layer coil 
construction. 

Second, for the conventional electrode 900, 
interstices exist between the first-layer coil 911 and the 
second-layer coil 912, so that a heat capacity of an end 
portion of the electrode 900 becomes insufficient. This 
raises a temperature of the end portion, and therefore the 
end portion becomes liable to melt and vaporize, and 
eventually electrode substances are scattered inside a 



light-emitting tube. This causes wall blackening inside j£he 

r 

light-emitting tube and degrades luminance of light emitted 
from the light-emitting tube at an earlier stage of use of 
the lamp. 

Thirdly, when the discharge-side end 910 melts and 
gets deformed, the second-layer coil 912 gradually moves 
toward the discharge-side end 910, and is melt and scattered 
in accordance with an increase in a temperature of the 
discharge-side end 910. This further intensifies blackening 
inside the light-emitting tube. 

Development of a downsized projector with a liquid 
crystal panel has been continued. This therefore requires a 
discharge lamp, which is used as a light source of such 
projector, to have a shorter arc. A shorter arc results in 
increasing the temperature of the end portion of the 
electrode 900, but a longer life is still required for such 
discharge lamp. Accordingly, development of a discharge 
lamp electrode that can satisfy these needs is now urgently 
demanded. 

SUMMARY OF THE INVENTION 

The present invention aims to provide a discharge 
lamp electrode whose end portion deformations are suppressed 
so that the electrode has a longer "life, a discharge lamp 
for which the electrode is used, and a method for producing 
an electrode for a discharge lamp with increased 
productivity. 



The above object can be achieved by a discharge iMmp 

} - 

electrode used for a discharge lamp. The electrode 
includes: an electrode rod made of refractory metal; and a 
winding element made of refractory metal wires that are 
wound around the electrode rod in a same turning direction 
and that forms n layers of coils, n being larger than one, 
wherein a wire forming an fm+l)th layer is wound along a 
spiral valley between adjacent turns in a coil of an izith 
layer, m satisfying an inequality 0<m<n, an ordinal number 
given to each layer representing an order in which a coil of 
the layer has been formed. 

For this construction, a wire forming the (m+1) th 
layer of a coil is wound along a spiral valley between turns 
in a coil of the mth layer. This construction prevents the 
outer layer of the coil from moving toward the discharge 
side when an end of the electrode melts or vaporizes to be 
deformed due to an increase in a temperature of the 
electrode end while the light is lit. As a result, further 
deformations at the electrode end can be suppressed, and 
therefore a life of a discharge lamp is extended. 

The method for producing a discharge lamp electrode 
according to the present invention is characterized by 
including: a winding step for winding at least one 
refractory metal wire around a core member and forming n 
layers of coils one by one, n being larger than one; a 
cutting step for cutting the formed n layers of coils and 
the core member; a removing step for removing the core 



member after the cutting step; a rod inserting step for x~ 

r - 

inserting an electrode rod into a space from which the core 
member has been removed, the electrode rod being made of 
refractory metal; and a fixing step for fixing the formed n 
layers of coils to the inserted electrode rod. 

With this method, metal wires do not have to be 
wound around each electrode rod to form layers of coils for 
each electrode, so that productivity of electrodes can be 
improved. 

BRIEF DESCRIPTION OF THE DRAWINGS 

These and the other objects, advantages and features 
of the invention will become apparent from the following 
description thereof taken in conjunction with the 
accompanying drawings which illustrate a specific embodiment 
of the invention. 

In the drawings: 

Fig. 1A shows an example construction of a 
conventional discharge lamp electrode, part of which is 
shown as a cross-sectional view; 

Fig. IB shows an example construction of the 
conventional electrode in front view; 

Fig. 2 is a drawing that explains problems involved 
in the conventional discharge lamp electrode; 

Fig. 3 is a cross-sectional view of an example 
construction of a discharge lamp according to the first 
embodiment of the present invention; 



Fig. 4 shows a construction of the electrode of tiie 
same embodiment, part of which is shown as a cross-sectional 
view; 

Figs. 5A-5F are drawings that describe a method for 
producing the electrode of the above embodiment; and 

Figs. 6A-6B show example constructions of discharge 
lamp electrodes, parts of which are shown as cross-sectional 
views, as modifications of the present invention. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

The following describes embodiments of the present 
intention with reference to drawings. 

First Embodiment 

(1) Construction of a Discharge Lamp 

Fig. 3 is a cross-sectional view of an example 
construction of a discharge lamp according to the present 
embodiment. This discharge lamp 100 is a so-called high 
pressure mercury lamp used as a light source of a projector 
and the like, and has a rated power of, for instance, 220 W. 
It should be clear that a discharge lamp with a different 
rated power from the above has basically the same 
construction as shown in Fig. 3 although dimensions of its 
parts may be different from the discharge lamp 100. 

The discharge lamp 100 has a light-emitting tube 103 
which is 70 mm long. The light-emitting tube 103 is 
composed of a light-emitting part 101 having the largest 



outside diameter of 13 mm, and two sealing parts 102 it. 

? 

positioned at both ends of the light-emitting part 101. 

Inside the light-emitting part 101, two electrodes 106, 

whose major constituent is tungsten, are extended from ends 
5 of the sealing parts 102. Coldest spots 105 are present at 

these ends of the sealing parts 102. 

Discharging-side ends 120 of the two electrodes 106 

face each other, with a distance ("L" in the figure, with 

this distance "L" hereafter being called an "arc length") of 
10 1.7 mm being maintained between the two. Emitting space 104 

J is 12 mm and 7 mm in inside diameters, with the former 

m corresponding to the major axis and the latter to the minor 

'2 axis. Argon, mercury as a light-emitting substance, and 

; 2 halides, such as CH2Br2, of a predetermined quantity are 

[15 filled into the emitting space 104. Per cubic millimeter of 

H the emitting space 104, 0.17 mg mercury is filled. The 

E: argon is filled at a pressure of 20 kPa at a room 

Q temperature. Ends of the two electrodes 106 on the opposite 

side of the discharge side are connected via metal foil 
20 conductors 107 made of molybdenum to outer lead wires 108. 

(2) Construction of Electrode in Discharge Lamp 

Fig. 4 shows a construction of each electrode 106, 
part of which is shown as a cross-sectional "view. The 
25 electrode 106 has a double-layer coil construction composed 

of a first-layer (inner) coil 112 and a second-layer (outer) 
coil 113, which are made by different tungsten wires of a 

7 



diameter of 280 jam wound around the electrode rod 111 of 4an 
outside diameter of 400 /-an. Ends 114 of the two coils 111 
and 112 are welded onto the electrode rod 111 on the 
opposite side of a discharge-side end 120. The first-layer 
coil 112 and the second-layer coil 113 each have eleven 
turns, with every turn being made in the same turning 
direction for the present embodiment. The first-layer coil 
112 and the second-layer coil 113 are wound so as not to 
leave any gaps between adjacent turns in the same layer of a 
coil . 

The first-layer coil 112 and second-layer coil 113 
are made by different tungsten wires, which allows the two 
coils 112 and 113 to have turns of the same turning 
direction. The two coils 112 and 113 are wound with the 
same pitch, and the wire forming the second-layer coil 113 
is wound around indentations formed by adjacent turns of the 
first-layer coil 112. This construction prevents the 
second-layer coil 113 from moving toward the discharge-side 
end 120 even when the discharge-side end 120 is melt and 
vaporized to be deformed. Note that the two wires that form 
the first-layer coil 112 and the second-layer coil 113 may 
have different diameters, as will be described later, 
although for the present embodiment, the two have the same 
diameter. 

(3) Methods for Producing Electrodes and Discharge Lamp 

The following describes a method for producing the 

8 



electrode 106 and the discharge lamp 100 of the present 

r - 

embodiment with reference to Figs. 5A-5F. 

First, a core member 201, which is made of 
molybdenum and has the same diameter (400 //m for the present 
embodiment) as the electrode rod 111, is prepared as shown 
in Fig. 5A. A tungsten wire in a diameter of 280 /im is 
wound around the core member 201 as shown in Fig. 5B. This 
wire forms the first-layer coil 112. In Fig. 5B, the core 
member 201 is turned in a direction shown by an arrow to 
have the wire wound around the core member 201. However, a 
method to have the wire wound around the core member 201 is 
not limited to this, and it is alternatively possible, for 
instance, to fix the core member 201 and wind the wire 
around the core member 201. The total number of turns made 
by this wire may be determined in accordance with a number 
of electrodes 106 to be manufactured. 

After the first-layer coil 112 has been made in this 
way, another wire to form the second-layer coil 113 is 
wound, as shown in Fig. 5C, around the first-layer coil 112 
with the same pitch and in the same turning direction as 
used for the first-layer coil 112. This wire of the second- 
layer coil 113 is wound around indentations formed by 
adjacent turns of the first-layer coil 112 shown in Fig. 4. 
After the second-layer coil 113 has been made in this way, 
the whole structure is heated at an elevated temperature of 
about 1,500 degrees centigrade to remove distortion of the 
two wound coils 112 and 113 (hereafter collectively called a 



coil) and stabilize their shapes. ^ 

r - 

After this, the above structure is cut to a 
predetermined length "N" for one coil, as shown in Fig. 5D. 
This cut may be performed by, for instance, with a cutter, a 
laser, or the like. With this method of winding tungsten 
wires around the core member 201 and cutting it to a 
predetermined length, variations in a length of a coil can 
be eliminated, and it become easy to provide an equal length 
"M" (see in Fig. 3) between an end 114 (see Fig. 4) of the 
electrode 106 and the coldest spot 105 (see Fig. 3) to 
different discharge lamps. This suppresses variations in 
the coldest spot temperature of each manufactured discharge 
lamp, and stabilizes luminous characteristics of discharge 
lamps. This is effective especially for a lamp, such as a 
metal halide lamp, that uses a light-emitting substance 
whose spectrum characteristics change in accordance with a 
temperature . 

After the above structure has been cut to the 
predetermined length "N" , the core member 201 is removed 
from the structure as shown in Fig. 5E. As stated earlier, 
the core member 201 is made of molybdenum. This is not only 
because the molybdenum resists the above heat process but 
also because the molybdenum dissolves in a certain liquid, 
such as aqua regia, that does not dissolve tungsten. This 
facilitates the removal process in Fig. 5E. However, it 
should be clear that the core member 201 may be made of 
substances other than the molybdenum. 

10 



After the removal process in Fig. 5E, the whole cfeil 

r 

may be washed if necessary. Following this, as shown in 
Fig, 5F, the electrode rod 111 made of tungsten is inserted 
into the space from which the core member 201 was removed. 
The end 114 of the coil is welded and fixed onto the 
electrode rod 111 by performing resistance welding, for 
instance. It should be clear that a position on which the 
resistance welding is performed is not limited to the above 
end 114 of the coil, and likewise a method for fixing the 
coil to the electrode rod 111 is not limited to the 
resistance welding. 

The above method allows the electrode 106 to be 
produced easily and increases its productivity because a 
wire do not have to be wound around each electrode rod 
separately. A discharge lamp can be provided when the above 
electrodes 106, light-emitting substances, and other 
necessary substances are sealed inside a glass valve (not 
shown in the figure) . 

Note that the above manufacturing method may be 
applied to an electrode other than the electrode 10 6 of the 
present embodiment. This is to say, the present method may 
be applied to an electrode for which wires forming two 
layers of coils (i.e., a first-layer coil and a second-layer 
coil) are wound in the opposite turning directions to 
increase productivity. Such electrode can be used for a 
discharge lamp, such as a lamp with a longer arc, in which a 
temperature of end portions of two facing electrodes does 

11 



not rise too high. 

Also note that the above method may be used for 
producing electrodes used in a variety of lamps other than a 
high pressure mercury lamp although the present embodiment 
uses the high pressure mercury lamp 100 as one example of a 
discharge lamp, 

(4) Results of Lamp Life Test 

The following describes results of a lamp life test, 
for which twenty of high pressure mercury lamps 100 
(hereafter, called "invention's lamps") and the same number 
of conventional high pressure mercury lamps are prepared. 
The. invention' s lamps and the conventional lamps have 
basically the same construction, except that the 
conventional lamps contain electrodes that differ from the 
electrodes 10 6 of the present invention. Each lamp is 
placed inside a reflecting mirror with front-mounted glass, 
and lit up with an alternating current to obtain an 
"illuminance maintenance factor" for the two types of lamps. 
Here, the "illuminance maintenance factor" is represented by 
a percentage, with an illuminance of a light immediately 
after being lit as 100 %. Table-1 below shows illuminance 
maintenance factors obtained by the lamp life test. 

As is clear from Table-1, the invention's lamps have 
illuminance maintenance factors of 80 % and 75 % when 1,000 
and 2000 hours respectively have passed since the time at 
which lamps are lit. When 2,000 hours have passed, 

12 



blackening did not still occur inside a light-emitting tube 

»* 

103 of each invention's lamp. In addition, it was visually 
observed that a second-layer coil 113 did not moved. 

Table-1 





Illuminance Maintenance Factor (%) 


Elapsed Time (hours) 


100 


1000 


2000 


Invention ' s Lamp 


90 


80 


75 


Conventional Lamp 


70 


50 





On the other hand, conventional lamps have 
illuminance maintenance factors of 70 % when 100 hours have 
passed since the time at which the lamps are lit up. As 
early as at this point, occurrence of blackening was 
visually observed inside light-emitting tubes of 
conventional lamps, and second-layer coils had partially 
moved toward the discharging side. When 1,000 hours have 
passed, the conventional lamps have an illuminance 
maintenance factor of 50 %. When 2,000 hours have passed, 
the conventional lamps had gone out. Accordingly, this life 
test has proved that the use of the electrodes 10 6 of the 
present invention for a discharge lamp extends a life of the 
discharge lamp. 

(5) Consideration of Improvement in Lamp Life 

The following describes reasons why the above 
results were obtained. First, tungsten wires forming the 

13 



first-layer coil 112 and the second-layer coil 113 are w<jund 

* - 
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around the electrode 106 in the same turning direction, and 
these wires are separate wires. As a result, the electrode 
106 contains no portions that has a single-layer coil 
construction. In addition, the wires forming the first- 
layer coil 112 and the second-layer coil 113 are wound with 
no interstices between the two layers, so that a sufficient 
heat capacity can be provided for the discharge-side end 120 
of the electrode 106. It can be analyzed that this 
sufficient heat capacity prevents a temperature around the 
discharge-side end 120 from rising to higher than necessary 
and suppresses melting of the discharge-side end 120. 

Further, with the present electrode 106, the wire of 
the second-layer coil 113 is wound around indentations 
between adjacent turns formed by the wire of the first-layer 
coil 112, and the same turning direction is used for the 
first-layer coil 112 and the second-layer coil 113. This 
suppresses movements of the second-layer coil 113 toward the 
.discharge-side end 120, so that should the discharge-side 
end 120 be deformed to an extent, an electrode substance is 
not melted and scattered further. As a result, a life of 
the discharge lamp 100 can be extended. 

(6) Considerations of Arc Length between Two Electrodes 

The degree of scattering of an electrode substance 
largely depends on an arc length "L" between the two 
electrodes 106. This is because when lamps of the same 

14 



rated power are compared, larger currents flow thorough ^_ 

} 

electrodes 106 in a lamp with a shorter arc, and therefore a 
temperature of the electrodes 106 rises. 

As a result, with a conventional lamp whose arc 
5 length is shorter than 2.5 mm, end portions of electrodes 

are melt and scattered and blackening occurs inside a light- 
emitting tube before 100 hours pass since the light of the 
lamp was lit. 

In contrast, blackening did not occur to the 
10 invention's lamps having an arc length shorter than 2.5 mm 

™* during the above lamp life test. 

W Making an arc length between two electrodes shorter 

W than 2.5 mm is preferable for an optical device into which a 
N discharge lamp and a reflecting mirror are combined. This 
1€ is because due to a shorter arc length, a displacement of a 

D focal point of the reflecting mirror from a center of the 
m arc length becomes smaller, so that reflective efficiency 

O can be improved. This is to say, a shorter arc length 

(excluding 0 mm) is preferable for a lamp to be contained in 
20 an optical device like the above, and the present invention 

can provide a lamp that has a shorter arc length and that 
can still maintain a longer life. 

Second Embodiment 
25 The following describes a case in which electrodes 

of the present invention are applied to a high pressure 
mercury lamp of a rated power of 100 W and this high 

15 



pressure mercury lamp is tested for the shortest possibly 

*- 
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arc length. 

The high pressure mercury lamp of the present 
embodiment has the same construction as in the first 

5 embodiment shown in Fig. 3, but it has different dimensions. 

This is to say, a light-emitting unit 103 of the present 
high pressure mercury lamp is 55 mm long and has the largest 
outside diameter of 9 mm, and the arc length is first set as 
1.0 mm. A density of mercury and a pressure of argon filled 

10 in the light-emitting unit 103 is the same as in the first 

; ~ embodiment . 

]£; Electrodes 106 of the present embodiment have a 

^2 double-layer coil construction as shown in Fig. 4. An 

^ electrode rod 111 has an outside diameter of 300 /am. 

15 Tungsten wires are wound to form a first-layer coil 112 and 

O a second-layer coil 113 without leaving no gaps between 

yl turns in each layer of a coil. Each wire has a diameter of 

Q 175 jum. 

The present high pressure mercury lamp was lit to be 
20 tested while the arc length was shortened to up to 0.8 mm. 

The test result proved that no blackening occurs to the 
present high pressure mercury lamp. Generally, variations 
in an arc length is ± 0.2 mm, and therefore lamps with an 
arc length of 0.6 mm may exist in a lamp lot. Accordingly, 
25 a high pressure mercury lamp containing the electrodes 106 

positioned with the arc length of 0.6 mm was also tested, 
and no blackening was observed for this mercury lamp also. 

16 



Example Modifj nations i 

The present invention has been described based on 
the above embodiments, however, it should be clear that the 
present invention is not limited to specific examples 
5 described in the above embodiments. Possible example 

modifications are described below, 

(1) The above embodiments state that the electrode 106 has 
a double-layer coil construction composed of the first-layer 
coil 112 and the second-layer coil 113. However, a number 

10 of layers of coils is not limited to two, and may be a 

J2 higher number. 

jlj (2) In the above embodiments, wires forming the first- 

% layer coil 112 and the second-layer coil 113 have the same 

«S diameter of 280 jam. However, the diameter of the first- 

15 layer coil 112 and the second-layer coil 113 may not be 280 

P jum, or the two may have different diameters. For instance, 

5 the second-layer coil 113 of a larger diameter may be wound 

□ around the first-layer coil 112 of a smaller diameter in a 

manner that leaves space 124 between adjacent turns as shown 
20 in Fig. 6A. An emitter material then can be filled into 

this space 124. Instead of forming space 124 between the 
electrode rod 111, and the first-layer coil 122 and the 
second layer coil 123 in this way, it is possible to form 
space using three layers of coils. This can be achieved, 
25 for instance, by winding three layers of coils composed of 

"p-l", "p", and "p+l", in a manner that leaves a gap between 
adjacent turns of a coil "p" and that coils "p-l" and "p+l" 
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are wound above each gap. When the three coils "p-1", "pi 1 / 

} 

and "p+1" have diameters "P-1", "P", and "P+l", 
respectively, expressions "P<P-1" and "P<P+1" need to be 
satisfied. 

It is alternatively possible, as shown in Fig. 6B, 
to wind a third (outermost ) -layer coil 135 of a smaller 
diameter around the second-layer coil 133 of a larger 
diameter so as to adjust a heat capacity. By winding a coil 
of a smaller diameter around indentations between turns of a 
coil of a larger diameter in this way, no interstices are 
left between the two layers of coils although the coil of 
the smaller diameter is not necessarily wound without 
leaving no gaps between adjacent turns of the coil. When 
the two coils are wound closely in this way, a sufficient 
heat capacity can be obtained. Such an electrode can be 
easily produced according to the electrode production method 
of the above embodiment. 

(3) In the above embodiments, a cross-sectional shape of 
tungsten wires is substantially circular. Note that it is 
preferable to use a wire of a circular cross-sectional shape 
for all the coils, except for an outermost layer of a coil, 
so as to have each coil wound as closely as possible even 
when a total number of layers of coils is increased, or 
wires of different diameters are used as in the above 
example modifications. It is alternatively possible to use 
a wire of a different cross-sectional shape to form each 
layer of a coil. The electrode production method of the 
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present invention can be used for producing an electrode =j- 

r - 

formed with such wires of different cross-sectional shapes. 
(4) The above embodiments use high pressure mercury lamps 
with rated powers of 220 W and 100 W to describe the present 
invention. However, an electrode of the present invention 
may be used for a discharge lamp with a rated power other 
than the above, or a discharge lamp of other types, such as 
a low pressure lamp and high pressure lamps including a 
sodium lamp and a metal halide lamp. 

Although the present invention has been fully 
described by way of examples with reference to accompanying 
drawings, it is to be noted that various changes and 
modifications will be apparent to those skilled in the art. 
Therefore, unless such changes and modifications depart from 
the scope of the present invention, they should be construed 
as being included therein. 
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What is claimed is: 



1 1. An electrode used for a discharge lamp, comprising: 

2 an electrode rod made of refractory metal; and 

3 a winding element made of refractory metal wires 

4 that are wound around the electrode rod in a same turning 

5 direction and that forms n layers of coils, n being larger 

6 than one, 

7 wherein a wire forming an (m+1) th layer is wound 

8 along a spiral valley between adjacent turns in a coil of an 

9 mth layer, m satisfying an inequality 0<m<n, an ordinal 

1Q0 number given to each layer representing an order in which a 

im coil of the layer has been formed. 

2. The electrode of' Claim 1, 
L wherein the wire forming the (m+1) th layer is wound 

3? to cover the spiral valley. 

P 3. The electrode of Claim 2, 

2 wherein all the refractory metal wires have a same 

3 diameter. 

1 4. The electrode of Claim 1, 

2 wherein at a discharge end of the winding element, 

3 the winding element is cut along a plane approximately 

4 perpendicular to a longitudinal direction of the electrode 

5 rod. 
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1 5. The electrode of Claim 4, 

r - 

2 wherein each layer in the winding element contains 

3 an equal number of turns. 

1 6. The electrode of Claim 1, 

2 wherein at an opposite end to a discharge end of the 

3 winding element, the winding element is cut along a plane 

4 approximately perpendicular to a longitudinal direction of 

5 the electrode rod. 

■ fp 7. The electrode of Claim 6, 

W wherein at the opposite end, the winding element is 

€1 fixed to the electrode rod. 

fb 8. The electrode of Claim 1, 

£ wherein a refractory metal wire forming a first 

ft layer has a smaller diameter than a refractory metal wire 

¥ forming a second layer and 

5 wherein the refractory metal wire forming the second 

6 layer is wound to form spaces that are each surrounded by 

7 (a) adjacent turns in a coil of the first layer, (b) the 

8 electrode rod, and (c) the second layer. 

1 '9. The electrode of Claim 1, 

2 wherein the n layers include a (p-1) th layer, a pth 

3 layer, and (p+1) th layer, which are formed by refractory 

4 metal wires with diameters of P-2, P, and P+l respectively, 
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v. - _ * 

I > f 

5 p satisfying an inequality Kp<n, inequalities P<P-1 andj^ 

r 

6 P<P+1 being satisfied, and 

7 wherein the three refractory metal wires are wound 

8 to form spaces that are each surrounded by (a) the (p-1 ) th 

9 layer (b) adjacent turns in a coil of the pth layer, and (c) 
10 the (p-M)th layer. 

1 10. The electrode of Claim 1, 

2 wherein a refractory metal wire forming an nth layer 

3 has a smaller diameter than a refractory metal wire forming 
4g an (n-1) th layer. 

|g 11. The electrode of Claim 1, 

wherein at least refractory metal wires forming 

K' layers from a first layer to an (n-1) th layer have 

3: approximately circular cross-sectional shapes • 

•P 12. The electrode of Claim 1, 

2 wherein a major constituent of the electrode rod and 

3 each refractory metal wire is tungsten, 

1 13. A discharge lamp, comprising: 

2 two electrodes; and 

3 a light-emitting tube that includes (a) a light- 

4 emitting part containing a light-emitting space and (b) two 

5 sealing parts that each seal a different end of the light- 

6 emitting part, wherein the two electrodes extend from the 
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7 two sealing parts, ^_ 

*- 

r - 

8 wherein the two electrodes each include: 

9 an electrode rod made of refractory metal; and 

10 a winding element made of refractory metal wires 

11 that are wound around the electrode rod in a same turning 

12 direction and that forms n layers of coils, n being larger 

13 than one, 

14 wherein a wire forming an (m+1) th layer is wound 

15 along a spiral valley between adjacent turns in a coil of an 

16 jnth layer, m satisfying an inequality 0<m<n, an ordinal 

ft number given to each layer representing an order in which a 

ljlJ coil of the layer has been formed. 

■M 14- The discharge lamp of Claim 13, 

?2 wherein a length from a tip of one electrode to a 

tip of another electrode is 2.5 mm or shorter. 

O 15. The discharge lamp of Claim 14, 
2 wherein the length is 0.6 mm or longer. 

1 16. A method for producing an electrode used for a 

2 discharge lamp, including: 

3 a winding step for winding at least one refractory 

4 metal wire around a core member and forming n layers of 

5 coils one by one, n being larger than one; 

6 . a cutting step for cutting the formed n layers of 

7 coils and the core member; 
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8 a removing step for removing the core member aft eg: 

9 the cutting step; 

10 a rod inserting step for inserting an electrode rod 

11 into a space from which the core member has been removed, 

12 the electrode rod being made of refractory metal; and 

13 a fixing step for fixing the formed n layers of 

14 coils to the inserted electrode rod. 

1 17. The method of Claim 16, 

2 wherein in the winding step, a refractory metal wire 
# forming an (iiz+l)th layer is wound along a spiral valley 

15 between adjacent turns in a coil of an jnth layer, jn 

=|f satisfying an inequality 0<m<n, an ordinal number given to 

H> each layer representing order in which a coil of the layer 

m7 has been formed and 

Q8 wherein refractory metal wires forming the (m+1) th 

33 layer and the mth layer are wound in a same turning 

Tft) direction. 

1 18. The method of Claim 16, further including 

2 a shape stabilizing step for stabilizing a shape of 

3 the n number of layers of coils, wherein the shape 

4 stabilizing step is performed between the winding step and 

5 the cutting step. 

1 19. The method of Claim 16, 

2 wherein the removing step is performed by immersing 
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the core member, around which the n number of layers hav^_ 

** 

r ■ 

been formed, into a liquid that dissolves the core member 
but does not dissolve each refractory metal wire. 

20. The method of Claim 19, 

wherein the core member is made of molybdenum, and 
each refractory metal wire is made of tungsten. 
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ABSTRACT OF THE DISCLOSURE 



A discharge lamp electrode, a discharge lamp for 
which the electrode is used, and a method for producing a 
discharge lamp electrode with increased productivity- are 
disclosed. With the disclosed discharge lamp electrode, 
deformations in its end portion are suppressed, so that the 
electrode life is extended. For the discharge lamp 
electrode 106, tungsten wires are wound around an electrode 
rod 111 in the same turning direction and form a first-layer 
coil 112 and a second-layer coil 113. A tungsten wire 
forming the second-layer coil 113 is wound along a spiral 
valley between adjacent turns in the first-layer coil 112. 
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